NASA \ 
TP 

1387 I 

c.1 

NASA Technical Paper 1387 J 


LOAN copy: RETUR 
AFWL TECHNICAL L'lfg 
KIRTLAND AFB, N. uj|^ 

Friction and Wear Characteristics 
of Iron-Chromium Alloys in Contact 
With Themselves and Silicon Carbide 

& 


'Jr 

;i h? 

Kazuhisa Miyoshi and Donald H. Buckley j; 

’ S 

■ ■ 1 

i 


JANUARY 1979 




TECH LIBRARY KAFB, NM 




TECH LIBRARY KAFB, NM 



□13Mb73 


NASA Technical Paper 1387 


Friction and Wear Characteristics 
of Iron-Chromium Alloys in Contact 
With Themselves and Silicon Carbide 


Kazuhisa Miyoshi 
Ka naza wa U niversity 
Kanazawa, Japan 

and 

Donald H. Buckley 
Lewis Research Center 
Cleveland, Ohio 


NASA 

National Aeronautics 
and Space Administration 

Scientific and Technical 
Information Office 


1979 




SUMMARY 


An investigation was conducted to determine the effect of alloying elements on the 
friction and wear behavior of iron-chromium alloys with various concentrations of chro- 
mium alloyed in iron. Three sets of sliding friction experiments were conducted. In 
these experiments the alloys were in contact with (1) themselves, (2) single -crystal sili- 
con carbide disk surfaces, and (3) a single -crystal abrasive grit of silicon carbide. The 
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first two sets of experiments were conducted in a vacuum chamber at a pressure of 10 
pascal to maximize adhesive wear effects. The third set of experiments was conducted 
in mineral oil at atmospheric pressure to maximize abrasive wear effects. All experi- 
ments were conducted with loads of 0. 05 to 0. 4 newton at a sliding velocity of 3 milli- 
meters per minute with a total sliding distance of 2. 5 millimeters at room temperature. 

The results of the investigation indicate that the coefficients of friction for the alloys 
sliding against themselves are between those for pure iron and pure chromium and are 
only slightly different with 1, 5, 9, 14, and 19 weight percent chromium in iron. The 
wear is due primarily to shearing, or tearing fracture, of the cohesive bonds in the 
bulk and plowing of the bulk by lumps of wear debris. There are only slight differences 
in coefficients of friction for iron-chromium alloys when sliding on silicon carbide. The 
coefficient of friction for the alloys are higher than those for pure iron and pure chromi- 
um. The alloy hardening observed in iron-chromium alloys plays a dominant role in 
controlling the abrasive friction and wear behavior of the alloys . 


INTRODUCTION 

It is important to gain a better fundamental understanding of the industrial process 
of metal finishing. Because the process efficiency can be improved by a more judicious 
selection of materials, lubricants, and operating parameters, such knowledge can lead 
to reducing the energy consumed in the thousands of industrial finishing operations con- 
ducted daily. 

The authors have already investigated the importance of both the adhesive and the 
abrasvie contributions to material removal by silicon carbide from a pure metal and the 
wear of an abrasive such as silicon carbide when the metal is sliding against silicon car- 
bide (refs. 1 to 3). 

The chemical activity and shear modulus of the metal play important roles in fric- 
tion and metal wear. The higher the chemical activity and the less the resistance to 
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shear the metal has, the higher is the coefficient of adhesive friction, the greater is the 
metal transfer to silicon carbide, and the rougher is the wear scar on the surface of the 
metal. Abrasive wear and friction are strongly related to the shear strength of the bulk 
metal (ref. 3). The coefficient of friction and the wear volume decrease linearly as the 
shear strength of the metal increases. 

It is well known that the presence of small amounts of alloying elements in metals 
can markedly alter their surface activity. For example, the addition of small concen- 
trations of aluminum to copper in the bulk results in a decrease in surface energy, in- 
creased resistance to deformation and adherence of the copper to gold (refs. 4 to 6). 
Alloy softening and hardening have also been observed in body-centered-cubic (bcc) iron 
as a result of additions such as nitrogen, nickel, and chromium (refs. 7 and 8). Thus, 
another matter of interest for the fundamental understanding of finishing is the effect 
alloying elements have on the tribological properties of the alloy, namely, the adhesive 
and abrasive contributions to material removal from the alloys. 

This investigation was conducted to determine the effect of alloying elements on the 
friction and wear behavior of iron chromium alloys with various concentrations of chro- 
mium alloyed in iron. Three sets of sliding friction experiments were conducted with 
these alloys. The alloys were in contact with (1) themselves, (2) single -crystal silicon 
carbide flat surfaces, and (3) a single -crystal abrasive grit of silicon carbide. The first 
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two sets of experiments were conducted in a vacuum chamber at a pressure of 10 pas- 
cal to maximize adhesive wear. The third set of experiments was conducted in mineral 
oil at atmospheric pressure to maximize adbrasive wear effects. The silicon carbide 
specimens simulating abrasive grits were 0.025-millimeter-radius, spherical silicon 
carbide riders. All experiments were conducted with loads of 0. 05 to 0. 4 newton (5 to 
40 g) at a sliding velocity of 3 millimeters per minute with a total sliding distance of 
2. 5 millimeters at room temperature. 


MATERIALS 

The alloys used in this investigation were prepared from 99. 99 percent iron and 
99. 7 percent chromium. The alloys were all placed in zirconia molds and induction 
melted under an argon atmosphere. The as -cast structures (ingots) were then machined 
into disk and rider specimens. Alloys were prepared containing 1, 5, 9, 14, and 19 
weight percent chromium in iron. 

The single -crystal silicon carbide in these experiments was a 99. 9 -percent -pure 
compound of silicon and carbon having a hexagonal closed-packed crystal structure. 
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APPARATUS 


The apparatus used in this investigation are shown schematically in figure 1. The 
adhesive wear apparatus was mounted in a vacuum system and determined load and fric- 
tion forces (fig. 1(a)). The vacuum system also contained the tool for surface analysis, 
an Auger emission spectrometer (AES). The operation of the apparatus is described in 
detail in reference 1. The abrasive wear apparatus (fig. 1(b)) was a system capable of 
applying load and measuring friction in oil at atmospheric pressure. A beam contains 
one flat machined normal to the direction of friction application. The end of the rod con- 
tains the silicon carbide rider. The load is applied by placing deadweights on a pan on 
top of the rod. Under an applied load the friction force is measured by strain gages. 


EXPERIMENTAL PROCEDURE 
Specimen Preparation 

All rider specimens had hemispherical surfaces and were polished with 3- 
micrometer -diameter diamond powder and then 1 -micrometer -diameter aluminum oxide 
powder. The radius of curvature of the alloy riders was 0. 79 mm (1/32 in.); that of the 
silicon carbide spherical riders was 0.025 mm. The prismatic planes of the silicon car- 
bide rider specimens were oriented such that they were parallel to the sliding interface 
(ref. 3). 

The surfaces of the flat specimens were also polished with 3-micrometer diamond 
powder and then with 1-micrometer aluminum oxide powder. The basal planes of the 
silicon carbide flats were oriented such that they were parallel to the sliding interface. 


Procedure 
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The vacuum experiments were performed at a pressure of 1. 33X10 pascal (10 
torr). When this pressure was obtained, argon gas was bled back into the vacuum cham- 
ber to a pressure of 1. 3 pascals, whereupon flats and rider surfaces were cleaned by a 
glow discharge with a 1000 -volt -direct-current potential applied to them for 30 minutes. 
After sputter cleaning, Auger emission spectroscopy (AES) spectra of the disk surface 
were obtained to establish surface cleanliness. When there was an absence of foreign 
peaks in the AES spectra, friction experiments were conducted. Loads of 5 to 40 grams 
were applied to the rider-disk contact by deflecting the beam (fig. 1(a)). Both load and 
friction force were continuously monitored during a friction experiment. The sliding 
velocity was 3 millimeters per minute, with a total sliding distance of 2. 5 millimeters. 
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All friction experiments in vacuum were conducted with the system evacuated to a pres- 
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sure of 10 pascal. 

For the experiments with the single -crystal silicon carbide rider in oil, both the 
alloy and the silicon carbide surfaces were rinsed with 200 -proof ethyl alcohol before 
use. The friction experiments were single pass. Experiments were conducted with a 
total sliding distance of 2. 5 millimeters, at a sliding velocity of 3 millimeters per min- 
ute, at room temperature, at atmospheric pressure, and in mineral oil. Typical pro- 
perties of the mineral oil are described elsewhere (ref. 3). 


RESULTS AND DISCUSSION 
Auger Analysis 

Auger spectra of the as -received iron-chromium alloy surfaces were obtained before 
and after sputter cleaning. The spectra obtained before sputter cleaning for a 14-weight- 
percent chromium in iron alloy, as an example, revealed carbon, zirconium, and oxygen 
contamination peaks (fig. 2(a)). An example of an Auger spectrum after sputter cleaning 
for 60 mintues is shown in figure 2(b). Again, carbon and oxygen contamination peaks 
are evident. The carbon contamination, however, decreases as the chromium content in 
iron decreases; in fact, with 1-, 5-, and 9 -weight-percent chromium in iron alloys, it 
was negligible. The carbon with 14- and 19 -weight -percent-chromium in iron alloys 
may arise from the bulk contamination of the alloys. The Auger spectra after sputter 
cleaning by argon bombardment for 30 minutes and 90 minutes were almost the same as 
that in figure 2(b). 

Figures 2(c) and (d) show the Auger spectra for pure iron and chromium surfaces 
after sputter cleaning. In these spectra iron or chromium peaks are clearly seen; how- 
ever, a small carbon peak, which may have arisen from the bulk contamination of iron 
or chromium, is also present. 


Alloys Sliding on Themselves and Silicon Carbide in Vacuum 

Alloys sliding on themse lves. - Sliding friction experiments were conducted with 
iron-chromium alloys with various concentrations of chromium alloyed in iron in contact 
with themselves in vacuum. The data of figure 3 reveal that there were slight differ- 
ences in the coefficients of friction with load. The friction traces of all the alloys were 
characterized by marked stick-slip behavior over the entire load range. This type of 
friction is expected where strong adhesion occurs at the interface. Note that an average 
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coefficient of friction in this investigation was calculated from maximum -peak -heights in 
the friction traces resulting from a single pass of a rider across the surface. 

Experiments were also conducted with iron (99. 99 percent pure) and chromium 
(99. 7 percent pure) in contact with themselves. Coefficients of friction as a function of 
load are presented in figure 4. Examination of figure 4 indicates that the coefficients of 
friction for both iron and chromium are not constant but decrease as the load increases. 
The friction traces of both metals were characterized by marked stick-slip behavior 
over the entire load range. This type of friction is also expected where strong adhesion 
occurs at the interface as was observed with the alloys . 

The average coefficients of friction for the various iron-chromium alloys in sliding 
contact with themselves at loads from 0. 05 to 0. 4 newton (5 to 40 g) are presented in 
figure 5. These are compared with those for iron and chromium in sliding contact with 
themselves. The data indicate there are only slight differences in the coefficients of 
friction with 1-, 5-, 9-, 14-, and 19-weight-percent-chromium iron alloys. The coeffi- 
cients of friction for the alloys have values between those of pure iron and chromium. 

The coefficients of friction are approximately 2 with iron and 1 with chromium at a load 
of 0. 2 newton (20 g). 

The sliding of the iron-chromium alloy, chromium, and iron riders on themselves 
resulted in surface damage to both rider and disk specimens, and mutual transfer. 
Figures 6 and 7 are typical scanning electron micrographs obtained on the wear scar of 
the rider and the wear track on the disk of the 14-weight -percent-chromium in iron alloy. 
These figures reveal evidence for three types of wear processes in single -pass sliding: 
(1) shearing fracture of the cohesive bonds in the bulk, (2) formation of lumps by piling 
up of wear debris, and (3) formation of gross grooves by the plowing of the lumps of 
wear debris. 

The shearing, or tearing fracture, of the cohesive bonds in the bulk material gener- 
ally occurs at the beginning of the adhesive bond (junction) of alloys. Fracture pits are 
then produced in the wear scar or in the wear track (figs. 6 and 7). The formation of 
lumps and gross grooves generally occurs at the end of the adhesive bond, that is, after 
the fracture pitting. 

More detailed observations of the wear scar and wear track were conducted to gain 
a better understanding for the lump and its behavior herein. Figures 8 to 10 show scan- 
ning electron micrographs of the rider wear scar of the 14-weight -percent-chromium in 
iron alloy sliding on itself. Figure 8 reveals that the cracks, which are observed at the 
lump, primarily propagate along one direction, as illustrated in this figure. This direc- 
tion may be a specific direction of the crystal. Figure 9 is the area where one of the 
lumps was evident in figure 6. The cracks are generated and propagated around the 
lump. Moreover, cracks came out from an area on the under side of the lump, and the 
gross lumps generally have an amount of transferred alloy from the counter surface on 
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their back. Thus, the formation of lumps may be due to (1) piling up of wear debris, 

(2) transfer of alloy, and (3) imperfect fracture of cohesive bonds in the bulk. 

Figure 10(a) reveals that lump wear debris, which was produced at the end of the 
wear scar in sliding, plowed the surface along the sliding direction, and produced a 
gross groove. Figure 10(a) shows the lump wear debris imbedded in the surface. Fig- 
ure 10(b) shows the gross groove along the sliding direction after the lumps of wear de- 
bris had been ejected from the wear scar. Thus, the surfaces at the end of the wear 
scar or adhesive bonding in the wear track generally may contain the lump, the gross 
groove, or both. 

Further, the nature of interaction of wear debris produced on the surfaces of the 
alloy sliding on itself was also examined. Figure 11(a) shows a straight groove along the 
sliding direction on the rider surface formed by plowing of the alloy wear debris. Fig- 
ure 11(b) shows a row of indentations along the sliding direction formed by rolling of the 
alloy wear debris. This evidence indicates that the wear debris is work-hardened in the 
process of its formation. 

Alloys sliding on silicon carbide . - Sliding friction experiments were conducted with 
iron-chromium alloy, pure iron, and pure chromium rider specimens in contact with 
single -crystal silicon carbide flat specimens in vacuum. Examination indicated no sig- 
nificant change in coefficients of friction with load. The friction traces were primarily 
characterized by stick-slip behavior. The average coefficients of friction over the en- 
tire load range for iron-chromium alloys, iron, and chromium are presented in figure 12 
as functions of the weight percent of chromium in iron. The coefficients of friction for 
the alloys are higher than those for pure iron and pure chromium. The data of figure 12 
also indicate no significant differences in the coefficients of friction with 5 -to 19 -weight- 
percent-chromium in iron alloys. This seems to arise from the little difference in the 
percent d bond character and the atomic radius between iron and chromium; that is, the 
chemical affinity of iron and chromium to silicon and carbon may make little difference 
in friction because (1) there was a good correlation between the coefficient of friction 
and the percent of d bond character of transition metals, as was shown by the authors 
(ref. 1) and (2) the smaller atomic radius ratio slightly changes lattice parameter with 
chromium concentration. Note that the percent d bond character is 39. 7 with iron and 
39 with chromium (ref. 9). The atomic radius ratio of chromium -to-iron is 1.0063 
(ref. 8). 

Scanning electron micrographs of the wear scar on the various iron-chromium 
alloys after sliding against silicon carbide generally revealed a smooth surface with few 
grooves and indentations. This is similar to what was observed with the wear scar on 
iron in reference 2. 

The wear scar on the 19-weight -percent-chromium in iron alloy, however, was 
locally much rougher, and had a large number of deep grooves and indentations. 
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Scanning electron micrographs of the wear track on the silicon carbide surface gen- 
erated by single -pass sliding of the various iron-chromium alloys revealed very small 
particles and piled-up particles. There was very little evidence of a thin transfer film 
in the wear track. Thus, the transfer of alloys to silicon carbide is similar to that of 
iron reported in reference 1. 


Alloys Abraded with Silicon Carbide Rider in Oil 

Sliding friction experiments were conducted with a 0. 02 5 -millimeter -radius, spheri- 
cal silicon carbide rider in contact with disk surfaces of various iron-chromium alloys, 
pure iron, and pure chromium in mineral oil. The sliding involves a plastic flow and the 
generation of wear debris of alloy. Figure 13 shows typical surface profiles of a groove 
on iron-chromium alloys, iron, and chromium resulting from sliding of a silicon carbide 
rider at a load of 10 g. The surface profiles were recorded by a surface profilometer. 
Figure 13 reveals that the sliding action results in a permanent groove in the surface 
with considerable deformed metal piled up along the sides of the groove. The volume of 
the groove plowed out strongly depends on the weight percent of chromium in iron. 
Therefore, a contact pressure was estimated from the width of surface profile shown in 
figure 13. The width D of the groove is defined as indicated in figure 14. The contact 
pressure P while sliding may, then, be defined by P = W/A where W is the applied 
normal load and A is the projected area of contact and is given by A = 7rD /8 (only the 
front half of the rider is in contact with the disk specimen). The contact pressure gen- 
erated with the 0.025-millimeter-radius silicon carbide rider is presented in figure 14 
as a function of the chromium content in weight percent. Experiments were conducted at 
loads of 0. 05 newton (5 g) in reference 8 and 0. 1 newton (10 g) in this study. The chro- 
mium additions of up to 14 weight percent resulted in a continuous increase in the contact 
pressure from that observed with iron. 

Alloy softening and hardening in body-centered-cubic metals is a well-known phe- 
nomenon. The hardening and softening of iron-chromium alloys have been observed by 
Stephens and Witzke (ref. 8) and Allen and Jaffee (ref. 10). Stephens and Witzke have 
established a hardness minimum near 8 atomic percent chromium at 77 K, near 4 atomic 
percent at 188 K, and 1 atomic percent at 300 and 411 K. The data at 300 K are pre- 
sented in figure 14. They suggest that the alloy hardening is due, primarily, to an in- 
trinsic mechanism, namely, atomic size misfit, rather than to shear modulus differ- 
ences. In figure 14 the contact pressure can be correlated with the Stephens* and 
Witzke* s hardness data. 

The coefficient of friction and the groove height H were examined as a function of 
the chromium content in iron herein. The data are presented in figure 15. The results 
in figure 15 indicate that the coefficient of friction and the groove height can be corre- 
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lated with chromium content. They decrease as the chromium content increases up to 
14 weight percent chromium. But, at 19 weight percent, both are much higher than at 
14 weight percent chromium. Thus, alloy hardening plays a dominant role in controlling 
the abrasive friction and wear behavior of binary iron-chromium alloys. 


SUMMARY OF RESULTS 

The results obtained in this investigation are summarized as follows: 

1. The coefficients of friction for the iron-chromium alloys sliding against them- 
selves have values between those for pure iron and pure chromium and are only slightly 
different with 1-, 5-, 9-, 14-, and 19 -weight-percent chromium in iron. The wear is 
due primarily to shearing, or tearing fracture, of the cohesive bonds in the bulk and 
plowing of the bulk by lumps of wear debris . 

2 . There are only slight differences in coefficients of friction for the various iron- 
chromium alloys when sliding on silicon carbide. 

3. The coefficients of friction for the alloys are higher than those for pure iron and 
pure chromium. 

4. The alloy hardening observed in iron-chromium alloys plays a dominant role in 
controlling the abrasive friction and wear behavior of the alloys. 

5. The coefficient of friction and the volume of the groove plowed with a silicon car- 
bide rider can be correlated directly with the chromium content in iron. 

Lewis Research Center, 

National Aeronautics and Space Administration, 

Cleveland, Ohio, September 20, 1978, 

506-16. 
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(c) Iron after sputter cleaning. (d) Chromium after sputter cleaning. 

Figure 2. - Auger emission spectra for 14 weight percent iron-chromium alloy, iron, and chromium surfaces. 
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(d) 5 wt% chromium in iron. 
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Figure 4 - Average coefficients of friction calculated 
from maximum peak heights in friction trace as func- 
tion of load for iron and chromium sliding on them- 
selves. Single pass; sliding velocity 3 mm/min; room 
temperature; vacuum pressure, 10" 8 pascal. 
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(e) 1 wt% chromium in iron. 

Figure 3. - Average coefficients of friction calculated from maximum 
peak heights in friction trace as function of load for various iron- 
chromium alloys sliding on themselves. Single pass-sliding velocity, 
3 mm/min; room temperature; vacuum pressure, 10" 8 pascal. 
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Figure 5. - Average coefficients of friction for iron-chromium alloys, 
iron, and chromium sliding on themselves. Single pass; sliding 
velocity, 3 mm/min; load, 0.05 to 0.4 N (5 to 40 g) for alloys, and 
0. 2 N (20 g) for iron and chromium; room temperature; vacuum 
pressure, 10“ s pascal. (Data from figs. 3 and 4) 
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Figure 6. - Wear scar on iron-chromium alloy (14 wt. % Cr) rider produced during sliding 
contact with itself. (Scanning electron micrograph) 




Figure 7. - Wear track on iron-chromium alloy (14 wt. % Cr) disk produced during 
sliding contact with itself. (Scanning electron micrographs) 








Scanning electron micrograph 
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Figure 8. - Wear scar on iron-chromium alloy (14 wt. % Cr) rider showing lump and cracks 









fa) Lump and groove. 



(b) Groove. 


Figure 10. - Grooves on iron-chromium alloy (14 wt. % Cr) rider produced by lump wear 
debris during sliding contact with itself. (Scanning electron micrographs) 
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(b) Indentations on disk. 


Figure 11.- Groove and indentations produced by wear debris during sliding of Fe-Cr 
alloy contact (14 wt. % Cr) with itself. 






Figure 12. - Average coefficients of friction for iron-chromium alloys, 
iron, and chromium sliding on single-crystal silicon carbide (0001) 
surface in the 1010 direction. Single pass; sliding velocity, 3 mm/min; 
load, 0. 05 to 0. 3 N (5 to 30 g); room temperature; vacuum pressure, 10" 8 
pascal. 
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Figure 13. - Grooves on iron-chromium alloys, iron, and chromium. Single-pass sliding of 0.025-mm-radius 
silicon carbide rider in mineral oil. Sliding velocity, 3 mm/min; load, 0. 1 N (10 g) ; room temperature. 
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Figure 14. - Contact pressure and Vickers hardness (ref. 8) for iron-chromium 
alloys, iron, and chromium as result of single-pass sliding of 0.025-millimeter- 
radius silicon carbide rider in mineral oil. Sliding velocity, 3 mm/min; room 
temperature. 


19 





1. Report No. 

NASA TP-1387 


2. Government Accession No. 


4. Title and Subtitle FRICTION AND WEAR CHARACTERISTICS OF 
IRON-CHROMIUM ALLOYS IN CONTACT WITH THEMSELVES 
AND SILICON CARBIDE 


7. Author(s) 

Kazuhisa Miyoshi and Donald H. Buckley 


9. Performing Organization Name and Address 

National Aeronautics and Space Administration 
Lewis Research Center 
Cleveland, Ohio 44135 


12. Sponsoring Agency Name and Address 

National Aeronautics and Space Administration 
Washington, D.C. 20546 


3. Recipient's Catalog No. 


5. Report Date 

January 1979 


6. Performing Organization Code 


8. Performing Organization Report No. 

E-9670 


10. Work Unit No. 


11. Contract or Grant No. 


13. Type of Report and Period Covered 

Technical Paper 


14. Sponsoring Agency Code 


15. Supplementary Notes 

Kazuhisa Miyoshi, Kanazawa University, Kanazawa, Japan, and National Research Council 
NASA Research Associate; Donald H. Buckley, Lewis Research Center. 


16. Abstract 

Sliding friction experiments were conducted with various iron-chromium alloys in contact with 
(1) themselves, (2) single -crystal silicon carbide disks, and (3) a single -crystal abrasive grit of 
silicon carbide. Results indicate the coefficients of friction for the alloys sliding against them- 
selves are between those for pure iron and pure chromium, and are only slightly different with 
1, 5, 9, 14, and 19 weight percent chromium in iron. The wear is due, primarily, to shearing, 
or tearing fracture, of the cohesive bonds in the bulk metal and plowing of the bulk by lumps of 
wear debris. There are only slight differences in the coefficients of friction for the various alloys 
when sliding on silicon carbide. The coefficient of friction for the alloys are higher than those 
for pure iron and pure chromium. Alloy hardening observed in the alloys plays a dominant role 
in controlling the abrasive friction and wear behavior of the alloys. 


17. Key Words (Suggested by Author(s) ) 


18. Distribution Statement 

Unclassified - unlimited 
STAR Category 37 


19. Security Classif. (of this report) 


20. Security Classif. (of this page) 


21. No. of Pages 

22. Price* 

Unclassified 


Unclassified 


21 

A02 


For sale by the National Technical Information Service, Springfield. Virginia 22161 


NASA- Langley, 1979 


National Aeronautics and 
Space Administration 

Washington, D.C. 

20546 


Official Business 

Penalty for Private Use, $300 


THIRD-CLASS BULK RATE Postage and Fees Paid 

National Aeronautics and 
Space Administration 
NASA-451 


p <”>« 878 3 °° 903DS 

ATTN- TFrRMT^ B ° BATOaY 

mmund * fb Si (SM) 






POSTMASTER: 


If Undeliverable (Section 158 
Postal Manual) Do Not Return 




